Permanent Painting

HARRISON RED
This is a new pigment of the aniline series which is
exceedingly brilliant and probably ten times as strong
as quick silver vermilion. In shade it approximates
a mixture of light and dark English vermilion, but in
tinctorial power it is remarkably strong. It is much
more permanent to light than vermilion, and like ver-
milion it has a tendency to darken and not to fade.
Its composition is similar to a proprietary red known
as helio fast red, and is made by one of the large ani-
line manufacturers in Germany and they probably
named it in honor of the American artist, Birge Har-
rison.
This pigment possesses some analogies to the parani-
traniline colors, but has the advantage of not bleed-
ing. In other words, after it is dry, and when white
is painted over it the red does not bleed through
and turn the 'white into a brown as is the case with
para reds.
Harrison red may be said to be permanent when
thoroughly diluted with alumina lake and white; it
does show slight traces of decomposition after three
months' exposure to the sun, but not sufficient to
condemn it, and it may be said that the only disad-
vantage concerning this color, known at present, is
its inability to dry. When Harrison red is mixed with
oil it sometimes remains absolutely moist and smeary
for six or seven weeks, which, of course, is a serious
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